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VERT HIGH MOLECULAR WEIGHT POLYETHYLEHE 
SoeciflcAHnn 

This Is a continuation-in-part of U.S. patent application 
Serial No. 133.480. filed December 22, 1987. which was a 
continuation-in-part of U.S. patent application Serial No 008.800, 
filed January 3, 1987. 

5 Field of th p InvpnHnn; 

This invention relates to polymers produced by 
(co>polyroer1zing ethylene in the presence of certain catalyst 
systems described herein. More particularly, this invention 
relates to (co)polyethylene having a very high molecular weight and 
10 a narrow molecular weight distribution. 

A method of preparing polymers, which includes the 
catalyst compositions and methods of preparing these catalysts, is 
set forth in full detail in copending U.S. patent application ' 
Serial No. 133.480 (also European patent application Serial No. 
277.004. published August 3. 1988) and will not be repeated herein 
except to the extent necessary for clarity. However, the entire 
disclosure of U.S. patent application Serial No. 133.480 is 
expressly incorporated herein by reference. The disclosure does 
not exemplify polyethylenes having molecular weights in excess of 
about 1.000.000. Molecular weights in excess of 2,000.000 are not 
mentioned. 

BaclCQrounri gf thi» 1t»/ftt,t <>^n 

The production of polyethylene and its uses are well known 
in the prior art. It is also known that the physical properties of 
polyethylene (indeed any polymer) vary with its molecular weight. 
For example, very high molecular weight polyethylene~i.e., 
polyethylene with a weight-average molecular weight in excess of 
1.000.000-has a low coefficient of friction and high abrasion 
resistance. Impact toughness and tensile strength. Very high 
molecular weight polyethylene is used in rolling stock, materials 
handling, and fiber spinning from polymer gels. 

Another characteristic which affects the physical 
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properties of a polymer Is its molecular weight distribution, 
defined by the ratio of weight-average molecular weight (Hw) to 
number-average molecular weight (Hn). A polymeric product which 
has a broad molecular weight distribution, i.e.» greater than about 
5 5. will have certain undesirable characteristics. For instance, it 
is how realized when used In fiber spinning, polyethylene having 
both a broad molecular weight distribution and a very high 
molecular weight causes Instabilities In the fiber spinning process, 
the use of Zlegler-Natta type catalysts for the 

10 polymerization of ethylene to polyethylene Is well known in the 
pridr acrt. The traditional Ziegler-Natta type systems comprise a 
transition metal halide activated to a catalyst species by reaction 
with a metal alkyi cocatalyst, particularly an aluminum alkyi 
cocatalyst: The activation of these traditional Zlegler-Natta 

15 catalysts generates a variety of different active sites, each of 
which has its own rate of Initiation, propagation, and 
termination. As a consequence of this non-uniformity of active 
sitesi the catalysts linear polyethylene having a broad molecular 
weight distribution. 

20 Recently, it has been found that active polymerization 

cattilysts are formed when bis(cyclopentadlenyl) compounds of the 
Group IV^ metals are used with methyl alumoxane. As Is well known, 
these systems offer several distinct advantages. In particular the 
productipQ^ of polymers with narrower molecular weight distributions 

25 (Mw/Hn<3) than those from conventional Zlegler-Natta type 

catalysts. These recently discovered catalyst systems, however, 
yield polymeric products having relatively moderate weight-average 
molecular weights, i.e.. less than 500,000. 

The need for a very high molecular weight polyethylene and 
preferably Ti near polyethylene having narrow molecular weight 
distribution is apparent. 
Summarv of the Invention: 

In accordance with the present invention, very high 
molecular weight polyethylene, preferably high density, linear 

35 polyethylene having a narrow molecular weight distribution is 
produced. One method Involves using a catalyst prepared by 
combining at least two components. The first component Is a 
bis(cyclopentadlenyl) derivative of a Group IV-B 
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metal compound containing at least one llgand which will combine 
with the second component or at least a portion thereof, such as a 
cation portion. The second component Is an Ion-exchange compound 
comprising a cation which will Irreversibly react with the first 
5 component and an anion which Is a single coordination complex 
capable of stabilizing the Group IV-B metal cation complex and 
sufficiently labile to permit displacement by ethylene during 
polymerization. 

In the synthesis of the polymers of this Invention, 
bls(cyclopentadlenyl) hafnium-based catalysts are preferred and 
trialkyi- and/or -arylammonlum salts of tetralc1s(pentaf1uoro- 
phenyl )boron are the most preferred activators. These catalyst 
systems can produce polyethylenes having molecular weights In the 
range of about 5 x 10 and greater. In accordance with this 
Invention It has been discovered that through pressure and 
temperature controls one can obtain polyethylene having molecular 
weight In excess of 1,000,000 and typically from 1 x 10^ to about 
25 X 10^ with molecular weight distributions less than about 3. 
Typically the molecular weight distributions will be In the range 
2^ of about 1.3 to about 3.0. These polymers are unique In that they 
combine a very high molecular weight with a very narrow molecular 
weight distribution. The preferred polymer has a molecular weight 
range from about 2 x 10^ to 6 x 10^ with a molecular weight 
distribution of about 2.0 or less. 
Detailed Description of the Invention: 

It has been discovered that very high molecular weight 
polyethylene having a narrow molecular weight distribution can be 
produced. The hafnium-based catalyst system used to produce the 
polymers of this Invention are detailed In U.S. patent application 
Serial No. 133,480 which Is expressly Incorporated herein by 
reference. 

The present Invention relates to polyethylenes having both 
a very high molecular weight and a narrow molecular weight 
distribution. The term "very high molecular weight" Is Intended to 
35 encompass polymers having a molecular weight of about 1 x 10^ and 

above. Preferably the polymers will have a molecular weight of 
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2 X 10^ and above. In accordance with this Invention, polymers 
having molecular weight up to about 25 x 10^ and greater can be 
produced while main tail ning the nolecular weight distribution at 
about less than 3. 

5. A surprising feature of this Invention is that such very 

high molecular weight polyethylene polymers can be produced with a 
narrow moTecUlair weight distribution. The molecular weight 
distribution Is defined as the ratio of weight-average molecular 
weight to number-average molecular weight. For the purpose of this 

10 Invention, a "narrow" molecular weight distribution means In the 
range of about 1;0 to about 3.0. Generally, the molecular weight 
distribution Is about 1.3 to about 3 or less. 

A catalyst useful for preparing such very high molecular 
weight polyethylene polymers is prepared by combining at least one 

15 first compound which is a bis{cyclopentad1enyl) derivative of a 
metal of Group IV-B containing at least one ligand which will 
combine with a cation of the second compound which first compound 
Is 'capable of foming a cation formally having a coordination 
nuniber of 3 and a valence of -1-4 and at least one second compound 
which Is a salt comprising a cation capable of donating a proton 
which witT irreversibly combine with said at least one ligand 
(substituenf) liberated by said Group IV-B metal compound and an 
Ion whtcOs a single coordination complex comprising a 
charge-^bearVng metal or metalloid core, which anion is both bulky 

^5 and labile, compatible with and non-coordinating toward the Group 
IV-B metal cation formed from the first component, and capable of 
stabilizihg the Group IV-B metal cation without Interfering with 
said Group IV-B metal cations or its decomposition product's 
ability to polymerize ethylene. 

30 the Group IV-B metal compounds, i.e., titanium, zirconium 

and hafnium compounds, useful as first compounds in the preparation 
of thie catalyst capable of producing the polymer of this Invention 
are bls(cyclopentadlenyl) derivatives of titanium, zirconium and 
hafnium. The preferred Group IV-B metal compound. Is hafnium. 

3S Compounds useful as a second component In the preparation 

of Hhe jpatalyst used to make the very high molecular weight 
polyethylene of this Invention will comprise a cation, which is a 
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Bronsted acid capable of donating a proton, and a compatible 
non-coordinating anion containing a single coordination complex 
comprising a charge-bearing metal or metalloid core, which anion is 
relatively large (bulky), capable of stabilizing the active 
catalyst species (the Group IV-B cation) which is formed when the 
two compounds are combined and said anion will be sufficiently 
labile to be displaced by ethylene. The preferred second component 
is trialkyl- and/or -aryl ammonium salts of tetrakis(pentafluoro- 
phenyDbpron. Especially preferred second components are 
trKn-butyDammonium tetrakis(pentafluorophenyl) boron and 
N , N-di methyl anl 1 i ni urn tetraki s ( pentaf 1 uoropheny 1 ) boron . 

The following examples are illustrative of the types of 
polymers that can be produced and are not intended to limit the 
scope of this invention: 

EXAMPLE I 

In this example, ethylene was polymerized to linear 
polyethylene by adding to a I liter stainless-steel autoclave, 
previously purged with nitrogen and containing 400 ml of dry. 
deoxygenated hexane, first a solution containing 15 mg of 
b1s(cyclopentadienyl)hafn1um dimethyl in 30 ml of toluene, then, 
after 5 minutes, a solution of bis(cyclopentadienyl)hafnium 
dimethyl (12 mg) and tri(n-butyl)ammon1um tetraki s(pentafluoro- 
phenyDboron (30 mg) in toluene (50 ml). The autoclave was 
pressured with 90 psig of ethylene and stirred for 1 hour at 60*C. 
The autoclave was then vented and opened, and the polymer product 
isolated. The yield of polyethylene was 73.8 g. This material had 
a weight-average molecular weight of 1,123.000, a peak-maximum 
molecular weight of 1,097,000 and a molecular weight distribution 
of 1.78. 

EXAHPLE 2 

In this example, ethylene was polymerized by adding to an 
autoclave as described in Example 1 a solution of bis(cyclopenta- 
dienyDhafnlum dimethyl (9 rag) and N.N-dimethylanilinlum 
tetraki s(pentafluorophenyl) boron (3 mg) in toluene (10 ml). The 
autoclave was pressured to 400 psig and stirred at 30'C for 30 
minutes. The autoclave was vented and opened, and the polymer 
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product isolated. The yield of linear polyethylene was 42.4 g. 
This material had a calculated weight-average molecular weight of 
2,487.000. a peak-maximum molecular weight of 3,204.000 and a 
calculated molecular weight distribution of 1.49. 

in accordance with the Invention, polymerizations carried 
out at lower temperatures will lead to polymers with higher 
mc^ecular weights and polymerizations carried out at higher 
pressures will obtain polymers of higher molecular weight. 

These very high molecular weight polyethylenes having 
narrow molecular weight distributions have been found to be highly 
desireabTe fh high tensile strength applications, such as In the 
production of oriented polyethylene fibers by gel-spinning. 

The principle of the Invention and the best mode 
contemplated for applying that principle have been described. It 
Is to be understood that the foregoing is illustrative only and 
that other means and techniques can be employed without departing 
from the true scope of the invention defined In the following 
claims. 
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OMHS 

1. Polyethylenes having a weight-average molecular weight 
greater than about 1 x 10^ and a molecular weight distribution 
less than about 3.0. 

2. The polymer of claim 1 wherein the molecular weight 
distribution ranges from about 1.3 to about 2.0. 

3. The polymer of claim 2 having a weight-average 
molecular weight ranging from about 2 x 10^ to about 25 x 10^. 

4. The polymer of claim 3 wherein the weight-average 
molecular weight ranges from about 2 x 10* to about 6 x 10*. 
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